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Hardenable resin composition. 



Hard enable resin compositions useful in forming hard permeable masses in remote locations or 
zones, comprise a hardenable poiyepoxide resin, one or more substantially water immiscible diluents 
present in said resin composition to lower the viscosity thereof, and a hardening agent comprised of the 
adduct formed by reacting an aliphatic amine with the condensation reaction product of epichlorohyd- 
rin and bisphend A. 
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This Invention relates to a hardenable resin composition. 

Resin compositions useful for consolidating particulate materials into hard permeable masses have been 
developed and used heretofore. In the oil industry, resin compositions and methods for placing particulate ma- 
terials coated therewith are used, for example, to form hard permeable masses in subterranean formations 
5 containing loose or incompetent sands which migrate with hydrocarbons produced therefrom. The hard per- 
meable masses formed by the consolidated particulate materials reduce or prevent the migration of loose or 
incompetent sands when placed between the producing formations and the well bores penetrating the forma- 
tions. 

One technique which has heretofore been utlized successfully for forming a consolidated, permeable, par- 

10 ticulate mass between a well bore and a producing formation involves coating the formation sand adjacent 
the well bore with a hardenable resin and then causing the resin to harden. An alternative technique has been 
to coat sand with a hardenable resin on the surface, to suspend the coated sand in a gelled aqueous carrier 
liquid and then to pump the suspension by way of the well bore into the formation whereby the resin coated 
sand is deposited therein. The resin on the deposited sand is caused to harden whereby a solid, permeable, 

15 particulate mass is formed. 

Methods of continuously forming and suspending consolidates resin composition coated particulate ma- 
terial in a gelled aqueous carrier liquid and transporting the coated particulate material by way of the gelled 
aqueous carrier liquid to a zone in which it is consolidated are described in U.S. Patent No. 4,829,100 issued 
May 9, 1989. In accordance with such methods, substantially continuous streams of a gelled aqueous carrier 

20 liquid, uncoated particulate material, a resin composition which will subsequently harden and a surface active 
agent are admixed whereby the particulate material is continuously coated with resin composition and sus- 
pended in the gelled aqueous carrier liquid. 

While the methods and compositions disclosed in Patent No. 4,829,100 have been used successfully, the 
preferred hardening agents, I.e., hardening agents including methylene dianOine have been found to be car- 

20 cinogenic and therefore hazardous to personnel, and to be incompatible with some other commonly used com- 
ponents in gelled aqueous fluids such as oxidative gel breakers and the like. Aliphatic amines have been util- 
ized and are well known to those skilled in the art as hardening agents for epoxy resins. However, because 
such amines are either soluble in or form emulsions with water, they tend to separate from the resin compo- 
sition while the resin composition is being mixed or placed, and as a result, they often do not satisfactorily 

30 cause the resin composition to harden. 

Thus, there is a need for an improved hardenable resin composition which is less hazardous to personnel, 
which is compatible with other components utilized in subterranean formation treating fluids and which causes 
the resin composition to rapidly harden and develop high strength in the presence of water. 

We have now devised an improved hardenable resin composition by which the disadvantages of prior art 

35 compositions are reduced or overcome. 

The resin compositions of this invention are basically comprised of a hardenable polyepoxide resin, one 
or more substantially water immiscible diluents present in the resin composition in amounts sufficient to lower 
the viscosity thereof to a desired level and a hardening agent comprised of the adduct formed by reacting an 
aliphatic amine with the condensation reaction product of eplchlorohydrin and bisphenol A. The hardening 

40 agent Is non-carcinogenic and Is compatible with most components utilized in subterranean formation com- 
pletion and stimulation fluids including oxidative gel breakers. 

The above-described resin composition can be dispersed in a gelled aqueous carrier liquid along with par- 
ticulate material and a surface active agent whereby the particulate material is coated with the resin compo- 
sition and suspended in the carrier liquid. The resulting composition can be used to deposit the resin coated 

46 particulate material in a subterranean zone between a hydrocarbon producing formation and a well bore where- 
by it is consolidated into a hard permeable particulate mass therein. The permeable particulate mass functions 
to prevent the migration of loose or incompetent material in the producing formation with hydrocarbons pro- 
duced therefrom. The gelled aqueous liquid composition containing resin coated particulate material can also 
be utilized in stimulation procedures such as in subterranean formation fracturing wherein the fractures are 

50 maintained open by placing the resin coated particulate material therein and causing it to form a consolidated 
permeable mass. 

Methods of continuously forming and suspending consoiidat ible resin coated particulate material In a gell- 
ed aqueous carrier liquid and transporting the resulting composition to a zone in which the particulate material 
is to be consolidated are also provided. 
55 As mentioned above, hardenable resin compositions useful In forming hard permeable masses in remote 
locations have been developed and used heretofore. Also, methods of continuously forming and suspending 
consdidatible resincom position coated particulate material in a gelled aqueous carrier liquid and transporting 
the coated particulate material by way of the carrier liquid to a zone in which the particulate material is con- 
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solldated have been known and used heretofore. U.S. Patent No. 4,829,100 to which reference should be made 
for further detafla, discloses such resin compositions and methods. However, the hardening agents most com- 
monly utlized in the resin compositions used for carrying out the methods described in Patent No. 4,829,100, 
i.e. f hardening agents including methylene dianfline, present several problems. The most severe problem is 
5 that methylene dlaniline has been found to be a carcinogenic material and therefore it constitutes a hazard to 
personnel. 

Another problem with the use of hardening agents comprised of methylene dianiline is that methylene dla- 
niline is incompatible with other components utilized in subterranean formation completion and stimulating 
fluids. For example, gelled fracturing fluids often include delayed gel breakers of the oxidative type such as 

10 sodium persulfate. Methylene dianiline adversely reacts with such oxidative compounds to diminish or extin- 
guish their ability to function as gel breakers. 

Aliphatic and cydoaliphatic amines are well known in the art as hardening agents for epoxy resins. Such 
amines are readBy available and produce excellent hardening results. However, aliphatic and cydoaliphatic 
amines are either soluble in water or form emulsions in water whereby they do not function well in the presence 

15 of water. That is, the solubility or emulsifying tendencies of amines in water tends to cause amines when used 
as hardening agents to be separated from the resin thereby diminishing the resin hardening process caused 
thereby. 

The hardening agents of the improved resin compositions and methods of the present Invention are com- 
prised of certain adducts of aliphatic or cydoaliphatic amines. The adducts do not prevent the amines from 
20 producing rapidly hardened epoxy resins of excellent strengths, but they do obviate the problems associated 
with water solubility or emulslf Ication described above. 

An improved hardenaWe resin composition of the present invention is comprised of a hardenable polyep- 
oxide resin, one or more substantially water immiscible diluents present in the resin composition in amounts 
sufficient to lower the viscosity of the composition to a desired level and a hardening agent comprised of an 
25 adduct formed by reacting an aliphatic or cydoaliphatic amine with the condensation reaction product of epi- 
chlorohydrin and bisphenol A. The term "aliphatic amine" is used hereinafter to mean cydoaliphatic amines 
as well as straight or branched chain amines. 

While a variety of aliphatic amines can be utilized, preferred amines are those selected from the group 
consisting of ethylene diamine, triethyiene tetramine, tetraethyiene pentamine, bis-(p-aminocydohexyl) me- 
30 thane, the diamines and triamines of cydopentane and the diamines and triamines of cyclohexane, e.g., 1,2- 
diamino cyclohexane and 1 ,4-diamino cydohexane. Of these, triethyiene tetramine, 1 ,2-diamino cydohexane 
and 1 ,4-diamino cyclohexane are more preferred with 1 ,4-diamino cydohexane being the most preferred. 

The adducts of the aliphatic amines are prepared by pre-reacting a selected amine with the reaction prod- 
uct of epichlorohydrin and bisphenol A The condensation reaction product of epichlorohydrin and bisphenol 
35 A can be represented as follows: 

CH, 

2 CH^o3hCH 2 C1 + HO-^-C-^-OH - 
epichlorohydrin | 

CH, 

bisphenol A 



40 



45 



50 



O CH, O 

CH^-^ - CH 2 - °"C^" ( j :- C^ 0 ~ CH * " Cfl// " 2 * 2 01 

CH, 

When the condensation reaction product of epichlorohydrin and bisphenol A is reacted with an aliphatic 
amine, the adduct of the amine is formed. When the amine is, for example, 1 ,4-diamino cydohexane, the ad- 
duct formation reaction can be represented as follows: 
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+ CH, - Ch - CH, - O-^-C-^O - CH, - CH - CH, - 



2HJN-0-NH, ♦ CHj - di - CH 2 - O ^ 

1,4-dISmino cycloh«xane | 

CH, 



OH CH, OH 

^ NH 2 



HjH^^-HH - CH, - A - CH 2 - O-^-C-^-O - CH 2 - Jh - CHj - NH-Q' 
10 CH, 



Poiyepoxide resins which can be utilized in the above-described hardenabie resin composition include con- 
densation products of epichlorohydrin and multiple hydroxy compounds such as resorcinoi hydroquinone, gly- 
15 cerine, pentaerythritol, 1 ,4-butanediol, phloroglucinol, bisphenol A and bisphenol F. The structural formula of 
blsphenoi Fleas follows: 



ol-o- 

H 



25 The preferred resins are the condensation resin products of epichlorohydrin and bisphenol A. A commercially 
available such product is marketed by the Shell Chemical Company of Houston, Texas, under the tradename 
Epon 828™. Epon 828™ resin exhibits good temperature stability and chemical resistance, and has a viscosity 
of about 15,000 centipoises. 

The one or more substantially water immiscible diluents utilized in the resin composition are present there- 

30 in in amounts sufficient to adjust the viscosity of the composition to a desired level, generally a level in the 
range of from about 100 centipoises to about 800 centipoises. Preferably, two polar organic diluents are used 
which are miscible with the poiyepoxide resin and substantially immiscible with water. One of such diluents is 
preferably reactive with the epoxy resin component with the other diluent being non-reactive. 

The substantially water immiscible reactive diluent is preferably comprised of at least one member selected 

36 from the group consisting of butyl glycidyl ether, cresol glycidyl ether, ally! glycidyt ether, phenyl glyckJyl ether, 
diglycidyl ether of 1,4-butanedioi (butyl diglycidyl ether) and resorcinoi (resorcinoi diglycidyi ether) and other 
glycidyl ethers which are miscible with the epoxy resin utilized. Of these, butyl glycldyl ether and cresol glycidyl 
ether are the most preferred. The reactive diluent or diluents are generally present In the resin composition 
In an amount in the range of from about 2 to about 35 parts by weight per 100 parts by weight of the pdyepoxy 

40 resin present Preferably, the reactive diluent ie present in the range of from about 15 to about 30, and most 
preferably, about 28 parts by weight per 1 00 parts by weight of poiyepoxide resin. 

The substantially water immiscible non-reactive diluent is preferably selected from the group consisting 
of compounds having the structural formula: 



45 O OO 

8 II I 

R, - C - OR or R, - C - ORjO - C - R, 

so wherein R is CJti^i in which n ie an integer In the range of from 1 to about 5; Ri is C^H^i wherein 

m is an integer in the range of from 1 to about 4, or Ri Is 
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wherein y la an Integer In the range of from 1 to about 4 and X is independently H or OH; and R 2 is C.H* 
wherein a is an integer in the range of from 2 to about 5. 

Of the compounds falling within the above-described group, ethyl acetate, butyl lactate, ethyl lactate, amyl 
acetate, ethylene glycol diacetate and propylene glycol dlacetate are preferred. Of these, butyl lactate is the 
5 most preferred. 

The substantially water immiscible non-reactive dfluent is generally present in the resin composition in the 
range of from about 4 to about 20 parts by weight per 100 parts by weight of the polyepoxide resin present 
Preferably, the non-reactive diluent is present in an amount in the range of from about 8 to about 1 5, and most 
preferably, about 10 parts by weight per 1 00 parts by weight of the polyepoxide resin present 

10 Examples of other diluents which can be utilized are methyl alcohol and other low molecular weight aika- 
nols, tBtrahydrofurfuryt methacrylate and ethyl acetate. 

The above-described hardening agent i.e., the adduct formed by reacting an aliphatic amine with the con- 
densation reaction product of eplchlorohydrin and bisphenoi A, is generally present in the resin composition 
in an amount in the range of from about 20 to about 1 50 parts by weight per 1 00 parts by weight of polyepoxide 

15 resin. Preferably, the hardening agent is present in an amount in the range of from about 40 to about 90, and 
most preferably, about 68 parts by weight per 100 parts of polyepoxide resin. 

The hardenable resin composition can also Include retarders or accelerators as hardening rate controllers 
to lengthen or shorten the working and cure times of the resin composition. Low molecular weight organic acid 
ester retardere such as alkyl esters of alkyl acids containing about 2 to 3 carbon atoms can be utfllzed. Suitable 

20 accelerators include 2,4,6-trlsdimethylaminomethylphenol, the ethyl hexonate salt thereof and weak organic 
acids such as fumaric, erythorbic, ascorbic, salicylic and malelc acids. When a retarder or accelerator is util- 
ized, it is generally combined with the resin composition in amounts up to about 10 parts by weight per 100 
parts by weight of polyepoxide resin. 

While the above-described hardenable resin composition can be utilized in a variety of applications, it is 

25 particularly suitable for use in oil and gas well completion and stimulation procedures. In such applications, 
the resin is generally utilized to consolidate particulate material, either particulate material admixed with the 
resin composition and introduced into a subterranean zone by way of a well bore or loose or incompetent par- 
ticulate material contained within one or more subterranean formations penetrated by the well bore. In such 
applications, the resin composition preferably also includes a resin to particulate material coupling agent to 

30 promote bonding of the resin to the particulate material. A preferred such coupling agent is N-beta-(aminoe- 
thyl)-gamma-aminopropyttrimethoxysaane. The coupling agent generally can be included in the resin compo- 
sition In an amount from about 0.1 to about 2 parts by weight per 100 parts by weight of polyepoxide resin. 

A composition of the present invention useful in forming a hard permeable mass in a remote location, e.g., 
a subterranean formation penetrated by a well bore, is comprised of an aqueous liquid, at least one hydratable 

35 polysaccharide gelling agent the above-described resin composition, particulate material such as sand and 
one or more surface active agents for promoting the coating of the particulate material with the resin compo- 
sition. 

The aqueous liquid can be fresh water, brine or sea water. A variety of hydratable polysaccharide gelling 
agents can be utilized having molecular weights in the range of from about 100,000 to 4,000,000, preferably 
40 from about 600,000 to 2,400,000. Preferably, the polysaccharide polymer gelling agents are cellulose or guar 
derivatives. The polymers include substftuents such as hydroxyethyi to give the necessary water hydration 
and gel characteristics to produce a dear aqueous gel having a viscosity of at least about 30 centl poises (read- 
ing on a Fann V.G. meter at 300 rpm). Preferred such polymers include substituted carboxy and hydroxy alkyl 
cellulose, such as hydroxyethylcellulose and carboxymethythydroxyethytcelfulose, and substituted hydrox- 
yalkyiguar, such as hydroxypropylguar. The most preferred polysaccharide polymer gelling agent is hydroxy- 
propyiguar having a molecular weight in the range of from about 100,000 to about 4,000,000, and having a 
propylene oxide substitution (MS) of about 0.1 to about 0.7 moles of propylene oxide per mole of mannose 
and galactose in the guar. 

The surface active agent for promoting the coating of t he particulate material can be one or more cation ic 
50 surface active agents or one or more non-cationic surface active agents, or one or more of both. As used herein, 
a noncat ionic surface active agent includes a blend of anionic and non-ionic surface active agents. 

Useful cationic surface active agents include the reaction product of an alcohol, epichlorohydrin and trie- 
thyienediamine wherein monohydric aliphatic alcohols having in the range of from about 12 to about 16 carbon 
atoms are reacted with from 2 to 3 moles of epichlorohydrin per mole of alcohol followed by reaction with an 
55 excess of tiiethylenediamine. The alcohol-epichiorohydrin reaction product contains an ethoxylation chain hav- 
ing pendent chlorides. The subsequent reaction with triethyfenediamine provides a cationic and a tertiary 
amine functionality to the resulting product 

The non-cationic surfactants are preferably ethoxytated fatty acids produced by reacting fatty acids con- 
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taining from about 12 to about 22 carbon atoms with from about 5 to about 20 moles of ethylene oxide per 
mole of acid, most preferably from about 12 to about 18 moles of ethylene oxide per mole of acid, to produce 
a mixture of various quantities of ethoxyiated acids and unreacted acids. 

When the gelling agent used is a cellulose derivative, one preferred surface active agent is a blend com- 

5 prised of isopropyi alcohol, the cationic agent described above and the non-cationic agent described above 
wherein the weight ratio of cationic agent to non-cationic agent in the blend is in the range of from about 0.4 
to 1 , and preferably about 0.6 parts by weight cation ic agent per 1 part by weight non-cationic agent and where- 
in the weight ratio of isopropyi alcohol to non-cationic agent in the blend is about 1 part by weight alcohol per 
1 part by weight non-cationic agent 

10 When the gelling agent used herein is a galactomannan gum, a preferred surface active agent is a blend 
comprised of alcohol, e.g., amy! alcohol, the cationic agent described above and the non-cationic agent de- 
scribed above wherein the weight ratio of cationic agent to non-cationic agent in the blend is in the range of 
0 to 1, and preferably about 0.2 parts by weight cationic agent per 1 part by weight non-cationic agent and 
wherein the weight ratio of alcohol to noncationic agent in a blend is about 1 part by weight alcohol per 1 part 

15 by weight non-cationic agent 

After being prepared, the above-described composition Is comprised of resin composition coated partic- 
ulate material suspended in a gelled aqueous liquid. The gelled aqueous liquid preferably contains the poly- 
saccharide polymer utilized in an amount in the range of from about 20 to about 120 lbs of polymer per 1000 
gallons of water, brine or sea water whereby the gelled aqueous liquid has a viscosity In the range of from about 

20 1 0 cent ipolses to about 400 centipolses. Most preferably, the gelled aqueous carrier liquid includes from about 
30 to about 80 lbs of gelling agent per 1000 gallons of water, brine or sea water, and has a viscosity of from 
about 15 to about 100 centipolses. As is well understood by those skilled in the art the gelled aqueous liquid 
can be crossllnked to increase its viscosity and stability. 

The composition is transported to a remote location or zone where the resin coated particulate material 

25 is to be deposited and consolidated. For example, the composition can be pumped down a well bore into a 
zone penetrated thereby adjacent a hydrocarbon producing formation. A gel breaker is preferably included in 
the gelled aqueous liquid to cause it to revert to a relatively thin liquid at the time the resin coated particulate 
material reaches the location of the zone. While a variety of gel breakers which are well known in the art can 
be utilized, an oxidative type of breaker such as sodium persutfate is preferred. Such oxidative gel breakers 

30 are generally included in the composition in an amount in the range of from about 0.5 pounds to about 50 
pounds per 1 000 gallons of gelled aqueous carrier liquid, but the particular amount depends upon the specific 
time period required between when the gel breaker is added and when the gel must be broken. Increases in 
the amount of gel breaker shorten such time period. As mentioned above, the resin composition can also in- 
clude retarders or accelerators as required to lengthen or shorten the working and cure times of the resin com- 

35 position. 

A specific preferred resin composition for use In the above-described composition containing an aqueous 
liquid, a gelling agent particulate material, one or more surface active agents and the resin composition is 
comprised of an epichlorohydrin and bisphenol A epoxy resin present in the resin composition in an amount 
of about 48% by weight of the composition. A substantially water Immiscible reactive diluent comprised of butyl 

40 glycldyfl ether is present in the composition in an amount of about 6.5% by weight and a substantially water 
immiscible non-reactive diluent comprised of butyl lactate is present in the composition In an amount of about 
6% by weight A hardening agent comprised of the adduct formed by reacting 1,4-dlamino cyclohexane with 
the condensation reaction product of epichlorohydrin and bisphenol A is included in the resin composition in 
an amount of about 35% by weight An N-beta-(aminoethyt)-gamma-aminopropyltrimethoxy8iiane coupling 

45 agent is present in the composition in an amount of about 1 .0% by weight and an accelerator comprised of the 
ethyihexonate salt of dimethylaminomethylphenol is present in the resin composition in an amount of about 
5% by weight of the composition. This resin composition has a viscosity of about 200 centipolses, a working 
time of about 1.5 hrs. and a cure time of about 8 hrs. at 80°F. When the accelerator is not present in the com- 
position it has a working time of about 7 hre. and a cure time of about 84 hrs. 

so In accordance with the methods of the present invention, a gelled aqueous liquid composition containing 
resin coated particulate material is continuously formed and transported to a remote location. That is, a gelled 
aqueous liquid is prepared In a storage container by combining a polysaccharide polymer gelling agent of the 
type described above with fresh water, brine or sea water. The hardenabie resin composition described above 
is prepared in a separate container by mixing the poly epoxide resin used with the substantially water immiscible 

55 diluent or diluents used and the hardening agent Continuous streams of the gelled aqueous liquid, the hard- 
enable resin composition, particulate material, one or more liquid surface active agents and liquid gel breaker 
are conducted to a continuous mixing apparatus wherein they are mixed and a gelled aqueous carrier liquid 
having resin composition coated particulate materials suspended therein is formed. The composition is con- 
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tinuously pumped from the mixing apparatus to the remote location where the resin coated particulate material 
is to be deposited and consolidated into a hard permeable mass, e.g., a subterranean zone penetrated by a 
well bore. As la well understood by those skilled in the art the zone may first be conditioned by preflushing 
with a suitable conditioning liquid and/or after flushes may be used to insure uniform placement, consolidation 
and maximum permeabiity of the deposited resin coated particulate material. 

In order to further llustrate the compositions and methods of the present Invention, the following example 
is given. 

Example 

Tests were performed to illustrate the differences resulting from the use of the compositions of the present 
invention including 1 ,4-diamino cydohexane-bisphend Aadduct hardener and compositions including methy- 
lene dianiline hardener and unmodified amine hardener. The aqueous gel in all tests was comprised of 0.5% 
by weight of a commercial guar gelling agent and 2% by weight KO in tap water. In addition 0.3% by weight 
of a blend of surfactants to promote coating of the mixed epoxy resin onto the sand was included In the gel. 
This blend was approximately 18% by weight cocobetaine, 25% by weight isopropand, 29% by weight water, 
10% by weight of a mixed ethoxytated (7 mdes E.O>) phend resin, and 18% by weight isoamyt alcohd. The 
resin compositions which were tested are as follows: 



Resin #1 — Resin Composition Including Methylene Dianiline 
gardener 



Bisphenol A epoxy resin 

butyl glycidal ether 

Silane A-ll^O™ (Union Carbide Co.) 

TONOX-22 7 " (UN I ROYAL Chemical Co.) 

(eutectic mixture of methylene 

dianiline, i.e., 78% by weight, 

and higher mole weight 

homologues) 
methyl alcohol 
butyl lactate 

ethyl hexanoic salt of 2,4,6, tri- 
( me thy 1 -N-d ime t hy 1 ami ne ) 



100 parts by weight 
12 parts by weight 
2 parts by weight 



35 parts by weight 
25 parts by weight 
6 parts by weight 

6 parts by weight 



Resin #2 " Resin Composition of the Present Invention 



Bisphenol A epoxy resin 
butyl glycidal ether 
Silane A-1120™ 

l-4,diaminocyclohexane adduct of 

bisphenol A epoxy 
methyl alcohol 
butyl lactate 

ethyl hexanoic salt of 2,4,6 tri- 
( me thy 1 -N-d ime thy 1 amine ) 



100 parts by weight 

12 parts by weight 

2 parts by weight 

64 parts by weight 

49 parts by weight 

6 parts by weight 

6 parts by weight 



The ethyl hexanoic salt of 2,4,6 tri(met hyl- N-dimet hyl amine is available from Air Products Co. as a com- 
mercial product (Anchamine K-61B™). 

The bisphenol A resin is available from Shell Chemical Co. as EPON 828™. The mixture of bisphenol A 
epoxy resin and butyl glycidal ether is available from Shell Chemical Co. as EPON 815™. 
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Resin #3 — Resin Com position Including 1 . 4-Diaroinocvcl ohexane 

5 Bisphenol A epoxy resin 100 parts by weight 

butyl glycidal ether 12 parts by weight 

Silane A-1120 2 parts by weight 

l-4,diaminocyclohexane 15 parts by weight 
ethyl hexamoic salt of 2,4,6 tri- 

(methyl-N-dimethylamine) 2 parts by weight 



Procedure 



Test slurries were prepared using 250 cc of aqueous gel containing surfactant 250 g of 20/40 mesh Ottawa 
t5 sand, 7.6 cc of one of the resin formulations described above and a breaker, 0.024 g of sodium persutfate. 
Finally, in some tests a breaker accelerator, 0.1 cc of triethand amine was used. Also, in some tests, a cross- 
linker for the aqueous gel was used. The cross! inker was 0.12 of cc of a 30% by weight solution of sodium 
hydroxide and fumaric acid. 

The slurries were stirred for 1 minute and then poured into one or more tubes for consolidation of the sand. 
20 The tubes were glass tubes coated with a mold release agent and stopper at one end. The sand in each slurry 
within each tube was tamped down, clamped under mechanical pressure and then allowed to cure in a water 
bath at 1 20°F for 20 hours. A separate amount of each slurry was placed in a separate container In the 120°F 
water bath and observed to determine the time required for the gel to break. After curing, the sand consoli- 
dations contained in the glass tubes were removed by breaking the tubes and tested for compressive strength 
23 using a Tinus-Olsen press. The results of these tests are given in the Table which follows. 



Table of Results 



30 



35 



Resin 
« 


Gel 
Cross], inked 


Sodium 
Persulfate 
Breaker in 

Slurry 

yes 


Triethanol 

Amine 
j.n Slurry 


Compressive 
Strength 
IPs!) 


Gel Break 
(Hrs.) 


no 


no 


1500 


no break 


#1 


no 


yes 


yes 


1600 


no break 


#1 


yes 


yes 


yes 


100 


no break 


#2 


no 


yes 


no 


900 


20 


#2 


no 


yes 


yes 


800 


3-4 


#2 


yes 


yes 


no 


170 


16 


#2 


yes 


yes 


yes 


600 


3-4 


#3 


no 


yes 


no 


none 


no break 


#3 


yes 


yes 


yes 


no coating 


3-4 



none 



Claims 

1. A hardenable resin composition comprising a hardenable polyepoxide resin, one or more substantially wa- 
ter Immiscible diluents present in said resin composition to lower the viscosity thereof, and a hardening 

55 agent comprised of the adduct formed by reacting an aliphatic amine with the condensation reaction prod- 

uct of epichlorohydrln and bisphenol A. 

2. A composition according to claim 1, wherein the amine is ethylene diamine, Methylene tetramine, tetra- 
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ethylene pentamine, bfs(p-aminocyck>hexy1) methane, a diamine or triamine of cyclopentane, or a diamine 
or triamine of cyclohexane. 

3. A composition according to claim 2, wherein said amine is Methylene tetramine, 1 ,2-diamino cyclohexane 

9 or 1 ,4-diamino cyclohexane. 

4. A composition according to claim 1 , 2 or 3 wherein the polyepoxide resin comprises the condensation re- 
action product of epichiorohydrin and bisphenol A. 

5. A composition according to daim 4, wherein said one or more substantially water immiscible diluents in- 

10 elude a reactive dluent selected from butyl glycidyt ether, cresol glycidyl ether, ally! glycidyl ether, phenyl 
gfycidyi ether, butyl digJycidyt ether, resorcinoi diglycWyl ether and mixtures of two or more thereof. 

6. A composition according to any of claims 1 to 5, wherein said one or more substantially water immiscible 
dfluents include a non-reactive diluent selected from compounds having the structural formula: 

15 

O 0 0 

I! II S 

20 Rj— C — OR or Ri -C - OR2O - C - R1 



wherein R is CrH^i in which n is an integer of from 1 to 5; is C m H2m*i wherein m is an integer 
of from 1 to 4,0^ is 



30 




30 wherein y is an integer of from 1 to 4 and X is H or OH; and R 2 is wherein a Is an integer of 

from 2 to 5. 

7. A composition according to any of claims 1 to 6, which also include an aqueous liquid In which said hard- 
enable resin composition is dispersed. 

40 

8. A composition according to claim 7, wherein said aqueous liquid includes a polysaccharide polymer gelling 
agent therein. 

9. A composition according to claim 7 or 8, which Is mixed with particulate material suspended in said aqu- 
46 eous liquid, which particulate material is coated with said resin composition. 

10. A composition according to any of claims 1 to 9, which further includes one or more surface active agents 
for promoting the coating of particulate material with said resin composition, said one or more surface 
active agents including a non-cation ic surface active agent comprising at least one member selected from 

50 ethoxylated fatty acids produced by reacting fatty adds containing from 12 to 22 carbon atoms with from 

5 to 20 moles of ethyleneoxide per mole of fatty acid, and mixtures of said ethoxylated fatty acids with 
unreacted fatty acids. 
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